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I | fi'ed with the international application. 

ftirnished by the applicant separately from the international application, 
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With regard to the title. [x] the text is approved as submitted by the applicant 
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international search report, submit comments to this Authority. 



6. The figure of the drawings to be published with the abstract is: 

Figure No. 6b | I ^ . . 

I | a s suggested by the applicant. 

□ 

because the applicant failed to suggest a figure, 
because this figure better characterizes the invention. 



| | None of the figures. 



Form PCT/ISA/210 (first sheet)(July 1992)* 



INTERNATIOl 



SEARCH REPORT 



• 



acional application No. 
PCT/US99/ 18089 



Box III TEXT OF THE ABSTRACT (Continuation of item S of the first sheet) 



The technical features mentioned in the abstract do not include a reference sign 
between parentheses (PCT Rule 8.1(d)). 



NEW ABSTRACT 



An optical waveguide fiber preform and an optical waveguide fiber drawn 
therefrom, in which the density and thus the effective refractive indices of the clad 
layer (42) is caused to change in a pre-selected way axially along the waveguide 
preform and the associated waveguide fiber. The axial change in density of the 
clad layer (42) is due to the fraction fo the clad volume that is air or a glass of a 
composition different from that of the base clad glass. The axially variation in clad 
indices changes the signal mode power distrubution, therby changing key 
waveguide fiber parameters such as magnitude and sign of dispersion, cut off 
wavelength and zero dispersion wavelength. The invention includes methods of 
making the structures having an axially varying clad layer. The invention also 
contemplates preforms, in which the waveguide fibers drawn therefrom, guide light 
due to the photonic crystal structure of all of the clad layer length or segments of 
the clad layer length. 
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1-8, 23-26 and 28- 
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X . 
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abstract. 


1-8 
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(18/11/97), see abstract. 
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see abstract. 
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abstract. 
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document referring to an oral disclosure, use, exhibition or other 
means 

document published prior to the international filing date but later than 
the priority date claimed 



later document published after the international filing date or priority 
date and not m connict with the application but cited to understand the 
principle or theory underlying the invention 

document of particular relevance; the claimed invention cannot be 
considered novel or cannot be considered to involve an inventive step 
when the document is taken alone 

document of particular relevance; the claimed invention cannot be 
considered to involve an inventive step when the document is 
combined with one or more other such documents, such combination 
being obvious to a person skilled in the art 

"&* document member of the same patent family 
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Applicant 
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1 . This written opinion is the 



first 



(first, etc) drawn by this International Preliminary Examining Authority. 



2. This opinion contains indications relating to the following items: 

I | x| Basis of the opinion 

II Q Priority 

III |^ Non-establishment of opinion with regard to novelty, inventive step or industrial applicability 

IV j | Lack of unity of invention 

V FT! Reasoned statement under Rule 66.2(a)(ii) with regard to novelty, inventive step or industrial applicability; 
L^J citations and explanations supporting such statement 

VI | | Certain documents cited 

VII [ | Certain defects in the international application 

VIII Q^] Certain observations on the international application 

3. The applicant is hereby invited to reply to this opinion. 
When? See the time limit indicated above. Tho applicant may, befor e th e e xpiration of that tim e limit, request this 



A ntK/^t-i til t r\ rrfOTtf an a 



Rule 6 6.2 ( d). 



How? 
Also 



By submitting a written reply, accompanied, where appropriate, by amendments, according to Rule 66.3. 
For the form and the language of the amendments, see Rules 66.8 and 66.9. 



For an additional opportunity to submit amendments, see Rule 66.4. 

For the examiner's obligation to consider amendments and/ or arguments, see Rule 66.4 bis. 
For an informal communication with the examiner, see Rule 66.6. 
If no reply is filed, the international preliminary examination report will be established on the basis of this opinion. 

4. The final date by which the international preliminary 

examination report must be established according to Rule 69.2 is: 15 JANUARY 2001 . 
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International application No. 
PCT/US99/ 18089 



I. Basis of the opinion 



1 . With regard to the elements of the international application; * 
the international application as originally filed 
the description: 

1-15 



pages . 
pages 
pages 



NONE 



__ , as originally filed 
filed with the demand 



NONE 



, filed with the letter of 



the claims: 

pages 

pages 

pages 

pages 



16-20 



NONE 



NONE 



, as originally filed 

as amended (together with any statement) under Article 19 

, filed with the demand 



NONE 



filed with the letter of 



X the drawing: 

pages 

pages 

pages 



1-5 



NONE 



, as originally filed 

, filed with the demand 



NONE 



the sequence listing part of the description: 

pages NONE 

pages 

pages 



, filed with the letter of m 



NONE 



, as originally filed 

, filed with the demand 



NONE 



, filed with the letter of . 



2. With regard to the language, all the elements marked above were available or furnished to this Authority in the language in which 
the international application was filed, unless otherwise indicated under this item. 

These elements were available or furnished to this Authority in the following language which is: 

| | the language of a translation furnished for the purposes of international search (under Rule 23.1(b)). 
| | the language of publication of the international application (under Rule 48.3(b)). 

| | the language of the translation furnished for the purposes of international preliminary examination (under Rules 55.2 and/ 
or 55.3). 

3. With regard to any nucleotide and/or amino acid sequence disclosed in the international application, the written opinion was 
drawn on the basis of the sequence listing: 

1 I contained in the international application in printed form. 

| | filed together with the international application in computer readable form. 

| | furnished subsequently to this Authority in written form. 

| [ furnished subsequently to this Authority in computer readable form. 

□ The statement that the subsequently furnished written sequence listing does not go beyond the disclosure in the 
international application as filed has been furnished. 

I I The statement that the information recorded in computer readable form is identical to the writen sequence listing has 
' — ' been furnished. 

4 EE] ^ ne amencmients have resulted in the cancellation of: 

NONE 



the description, pages_ 
the claims, Nos. 



NONE 



fxl the drawings, sheets/fig NONE 



^' ED opinion has been drawn as if (some of) the amendments had not been made, since they have been considered to go 

beyond the disclosure as filed, as indicated in the Supplemental Box (Rule 70.2(c)). 
* Replacement sheets which have been famished to the receiving Office in response to an invitation under Article 14 are referred to 
in this opinion as "originally filed". 
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II. Priority 



□ 



This opinion has been established as if no priority had been claimed due to the failure to furnish within the prescribed 
time limit the requested: 

| | copy of the earlier application whose priority has been claimed. 

[ | translation of the earlier application whose priority has been claimed. 

2. | | This opinion has been established as if no priority had been claimed due to the fact that the priority claim has been fo und 

invalid. 

Thus for the purposes of this opinion, the international filing date indicated above is considered to be the relevant date. 

3. Additional observations, if necessary: 
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III. Non-establishment of opinion with regard to novelty, inventive step and industrial applicability 

1 . The questions whether the claimed invention appears to be novel, to involve an inventive step (to be non obvious), or to be 
industrially applicable have not been and will not be examined in respect of: 

| | the entire international application. 

1 1 claims Nos. _ 



□ 



□ 



because: 

the said international application, or the said claim Nos. _ relate to the following subject matter which 
does not require international preliminary examination (specify). 



| | the description, claims or drawings (indicate particular elements below) or said claims Nos. are so 
unclear that no meaningful opinion could be formed (specify). 



[ | the claims, or said claims Nos. _ are so inadequately supported by the description that no meaningful 
opinion could be formed. 



no international search report has been established for said claims Nos. _. 



2. A written opinion cannot be drawn due to the failure of the nucleotide and/or amino acid sequence listing to comply with the standard 
provided for in Annex C of the Administrative Instructions: 

| | the written form has not been furnished or does not comply with the standard. 

I I the computer readable form has not been furnished or does not comply with the standard. 
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IV. 



Lack of unity of invention 



1 . In response to the invitation (Form PCT/IPEA/405) to restrict or pay additional fees the applicant has: 



□ 
□ 
□ 
□ 



neither restricted nor paid additional fees. 



paid additional fees. 



paid additional fees under protest. 



restricted the claims. 



2. This Authority found that the requirement of unity of invention is not complied with for the following reasons and 
chose, according to Rule 68.1 not to invite the applicant to restrict or pay additional fees: 



3. Consequently, the following parts of the international application were the subject of international preliminary 
examination in establishing this opinion: 

| | all parts. 

I I the parts relating to claims Nos. 
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V. Reasoned statement under Rule 66. 2(a)(ii) with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting such statement 



1. statement 

Novelty (N) Claims NONE YES 

Claims 1-39 NO 

Inventive Step (IS) Claims NONE YES 

Claims 1-39 NO 

Industrial Applicability (IA) Claims 1-39 YES 

Claims NONE NO 



2. citations and explanations 

Claims 1-39 lack novelty under PCT Article 33(2) as being anticipated by DiGiovanni et al (USPAT 5,802,236). 

Claims 1-39 lack an inventive step under PCT Article 33(3) as being obvious over DiGiovanni et al. DiGiovanni et al 
disclose an article comprising a micro- structured optical fiber, and method of making such fiber. 

In re claims 2-9, 17, and 20, DiGiovanni et al's drawing of Fig. 4 and 5 show pores arranged in periodic array with a 
desired pitch (see column 10, lines 40-44). 

In re claim 10, DiGiovanni et al teach at column 2, line 54 a step index profile. 

In re claims 11-12, DiGiovanni et al show rare-earth with Flouride doped optical fiber. 

In re claims 18, DiGiovanni et al teach at column 7, lines 24-33 that dielectric such as glass can be filled in the voids. 

With respect to method claims, it would have been obvious to the ordinary skilled person in the art at the time DiGiovanni 
et al's device was made to practive the method steps. 

Claims 1-39 meet the criteria set out in PCT Article 33(4). 

Any responses may be faxed to : 

Office of the Special Programs Examiner 
Technology Center 2800 
703-305-0844 



NEW CITATIONS — - 

BIRKS ET AL. OPTICS LETTERS. OPTICAL SOCIETY OF AMERICA. JULY 1, 1997. VOL. 22, NO. 13. PAGES 
961-963. SEE ENTIRE DOCUMENT. 
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International filing date (day/month/year) 
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This international preliminary examination report has been prepared by this International Preliminary 
Exarnining Authority and is transmitted to the applicant according to Article 36. 



This REPORT consists of a total of 



sheets. 



I I This report is also accompanied by ANNEXES, i.e. , sheets of the description, claims and/or drawings which have 
' — ' been amended and are the basis for this report and/or sheets containing rectifications made before this Authority, 
(see Rule 70.16 and Section 607 of the Administrative Instructions under the PCT). 

These annexes consist of a total of & sheets. 



3. This report contains indications relating to the following items: 
Basis of the report 



Lack of unity of invention 

Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting such statement 
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II 
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III 
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IV 


□ 


V 




VI 
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vn 
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vra 


□ 



Date of submission of the demand 
04 FEBRUARY 2000 



Date of completion of this report 
31 JULY 2000 



Name and mailing address of the LPEA/US 

Commissioner of Patents and Trademarks 
Box PCT 

Washington, D.C. 20231 
Facsimile No. (703) 305-3230 



Authorized officer 
Ellen E. Kim 



Telephone No. (703)308-4946 Q Qjt 0 ^ . 
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I. Basis f the report 



1. With regard to the elements of the international application:* 

[x] the international application as originally filed 
Q^j the description: 



pages 
pages 
pages 



1-15 



NONE 



as originally filed 



filed with the demand 



NONE 



, filed with the letter of 



fx] the claims: 

pages 

pages 

pages 

pages 



16-20 



NONE 



NONE 



. as originally filed 

as amended (together with any statement) under Article 19 
. filed with the demand 



NONE 



filed with the letter of 



fx] the drawings: 



pages 
pages 
pages 



1-5 



NONE 



as originally filed 



filed with the demand 



NONE 



filed with the letter of 



[~x| the sequence listing 
{tegeap tion: NONE 
pages none 



part of the 



_ . as originally filed 
filed with the demand 



pages 



NONE 



filed with the letter of 



2. With regard to the language, all the elements marked above were available or furnished to this Authority in the language in which 
the international application was filed, unless otherwise indicated under this item. 

These elements were available or furnished to this Authority in the following language which is: 

| | the language of a translation furnished for the purposes of international search (under Rule 23.1(b)). 
| | the language of publication of the international application (under Rule 48.3(b)). 

| | the language of the translation furnished for the purposes of international preliminarv examination (under Rules 55.2 and/ 
or 55.3). 

3. With regard to any nucleotide and/or amino acid sequence disclosed in the international application, the international 

contained in the international application in printed form. 
| | filed together with the international application in computer readable form. 
| | furnished subsequently to this Authority in written form. 
| | furnished subsequently to this Authority in computer readable form. 

□ The statement that the subsequently furnished written sequence listing does not go beyond the disclosure in the 
international application as filed has been furnished. 

I I The statement that the information recorded in computer readable form is identical to the writen sequence listing has 
1 — 1 been furnished. 

4 [x] The amendments have resulted in the cancellation of: 

NONE 



the description, pages, 
the claims, Nos. 



NONE 



l~xl the drawings, sheets^ NONE 



5. This report has been drawn as if (some of) the amendments had not been made, since they have been considered to go 

beyond the disclosure as filed, as indicated in the Supplemental Box (Rule 70.2(c)).** 
* Replacement sheets which have been furnished to the receiving Office in response to an invitation under Article 14 are referred to 
in this report as "originally filed" and are not annexed to this report since they do not contain amendments (Rules 70.16 
and 70.17). 

**Any replacement sheet containing such amendments must be referred to under item 1 and annexed to this report. 
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V. Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting such statement 



1 . statement 

N velty(N) Claims 6-9, 16-17, 19-20, 23-35 YES 

Claims 1-5, 10-15, 18, 21-22, 36-39 NO 

Inventive Step (IS) Claims 6-9, 16-17, 19-20, 23-35 YES 

Claims 1-5, 10-15, 18, 21-22, 36-39 NO 

Industrial Applicability (IA) Claims K39 YES 

Claims NONE NO 



2. citations and explanations (Rule 70.7) 

Claims 1-5, 10-15, 18, 21-22, and 36-39 l*wk Novelty under PCT Article 33(2) as being anticipated by DiGiovanni et al 
(5,802.236). 

Claims 1-5, 10-15, 18, 21-22, and 36-39 lack an Inventive Step under PCT Article 33(3) as being obvious over DiGiovanni 
et at. DiGiovanni et al disclose an article comprising a micro-structured optical fiber, and method of making such fiber. 

In re claim 10, DiGiovanni et al teach at column 2, line 54 a step index profile. 

In re claims 11-12, DiGiovanni et al show rare-earth with Fluoride doped optical fiber. 

In re claims 18, DiGiovanni et al teach at column 7, lines 24-33 that dielectric such as glass can be filled in the voids. 

With respect to method claims, it would have been obvious to the ordinary skilled person in the art at the time DiGiovanni 
et al's device was made to practice the method steps. 

Claims 1-5, 10-15, 18, 21-22, 36-39 meet the criteria for Industrial Applicability set out in PCT Article 33(4), because the 
present claimed invention is useful in the industry. 

Claims 6-9, 16-17, 19-20, and 23-35 meet the criteria set out in PCT Article 33(2)-(4), because the prior art does not teach 
or fairly suggest an optical waveguide preform and its method of making comprising all the specific elements with the 
specific combination including the elongated forming a periodic array as set forth in claim 6-9, 16-17, 19-20, and 23-35. 
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5. (Some) amendments are considered to go beyond the disclosure as filed: 
NONE 



Form PCT/IPEA/409 (Supplemental Box) (July 1998)* 



D INTELLECTUAL PROPERTY ORGANIZATION 
International Bureau 




PCT 

INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Classification 6 : 
G02B 6/22 



Al 



(11) International Publication Number: WO 00/16141 

(43) International Publication Date: 23 March 2000 (23.03.00) 



(21) International Application Number: PCT/US99/ 18089 

(22) International Filing Date: 10 August 1999 (10.08.99) 



(30) Priority Data: 

60/100,349 



15 September 1998 (15.09.98) US 



(71) Applicant (for all designated States except US): CORNING 

INCORPORATED [US/US]; 1 Riverfront Plaza, Coming, 
NY 14831 (US). 

(72) Inventors; and 

(75) Inventors/Applicants (for US only): FAJAJB JQQr James, C. 
[US/US]; 170 Wygant Road #11, Horseheads, NY 14845 
(US). GRANGE R, Gary, P. [US/US]; 14 Pond Crest, 
PaintedPost, NY* 14870 (US). 

(74) Agent: CHERVENAK, William, J.; Patent Dept., SP Tl 3-1, 
Corning Incorporated, Corning, NY 1 483 1 (US). 



(81) Designated States: AL, AM, AT, AU, AZ, BA, BB, BG, BR, 
BY, CA, CH, CN, CU, CZ, DE, DK, EE, ES, FI, GB, GE, 
GH, GM, HR, HU, ID, IL, IN, IS, JP, ICE, KG, KP, KR, 
KZ, LC, LK, LR, LS, LT, LU, LV, MD, MG, MK, MN, 
MW, MX, NO, NZ, PL, PT, RO, RU, SD, SE, SG, SI, SK, 
SL, TJ, TM, TR, TT, UA, UG, US, UZ, VN, YU, ZW, 
European patent (AT, BE, CH, CY, DE, DK, ES, FI, FR, 
GB, GR, IE, IT, LU, MC, NL, PT, SE). 



Published 

With international search report. 



(54) Title: WAVEGUIDES HAVING AXIALLY VARYING STRUCTURE 
(57) Abstract 



An optical waveguide fiber preform and an op- 
tical waveguide fiber drawn therefrom, in which the 
density and thus the effective refractive indices of the 
clad layer (42) is caused to change in a pre-selected 
way axially along the waveguide preform and the as- 
sociated waveguide fiber. The axial change in density 
of the clad layer (42) is due to the fraction of the clad 
volume that is air or a glass of a composition different 
from that of the base clad glass. The axially vari- 
ation in clad indices changes the signal mode power 
distribution, thereby changing key waveguide fiber pa- 
rameters such as magnitude and sign of dispersion, cut 
off wavelength and zero dispersion wavelength. The 
invention includes methods of making the structures 
having an axially varying clad layer. The invention 
also contemplates preforms, in which the waveguide 
fibers drawn therefrom, guide light due to the photonic 
crystal structure of all of the clad layer length or seg- 
ments of the clad layer length. 
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WAVEGUIDES HAVING AXIALLY VARYING STRUCTURE 

Background of the Invention 

This application is based upon the provisional application S.N. 
5 60/100,349, filed 9/15/98, which we claim as the priority date of this 
application. 

The invention is directed to an optical waveguide preform or fiber having 
a structure that varies in the axial direction. In particular, the novel preform or 
waveguide exhibits a clad layer refractive index that varies along the 
10 waveguide length, the variation due to change in the clad layer porosity or 

composition. The invention includes methods for making the novel waveguide 
preform and fiber. 

Optical waveguide fibers having a periodically structured clad layer have 
been discussed. As an example, the periodic structure of the clad layer may 

15 be a photonic crystal as described by Knight et al., "All Silica Single Mode 

Optical Fiber with Photonic Crystal Cladding", Optics Letters. V. 21, No. 19, 1 
October 96, and by Birks, et al., "Endlessly Single Mode Photonic Crystal 
Fiber", Optics Letters, V. 22, No. 13, 1 July 97. In these two articles, a single 
mode fiber having a silica core and a porous silica cladding is described. The 

20 pores or voids in the silica clad layer are elongated and extend from end to end 
of the clad layer. The pores are arranged in a periodic hexagonal pattern to 
form the clad layer into a photonic crystal. The waveguide fiber so configured 
can be a single mode fiber at any wavelength. 
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Further work with waveguide fibers having a porous or pore filled clad 
layer is described in European patent publication EP 0 810 453 A1 . In this 
publication, the clad layer contains elongated pores which serve to lower the 
average clad layer refractive index. The elongated pores are not arranged in a 
5 periodic pattern so the light guiding mechanism in this waveguide is refraction 
at the core-clad boundary. 

The essentially limitless range of cut off wavelength, or, alternatively, the 
potential absence of any cut off wavelength, available in a photonic crystal 
clad layer is an advantage in single mode waveguide design. Also useful, in 

10 terms of offering an additional design variable, is the relative refractive index 

difference, A, due to a clad layer containing a particular volume of non-periodic 
pores. This volume is controlled by controlling the air filling fraction in the fiber 
as is described below. 

However, neither of these designs provide for axial changes in relative 

15 refractive index. Such axial changes are advantageous in single mode fiber 
designs intended to provide for management of dispersion. In addition, 
because the axial changes in relative index are due to changes in the clad 
layer, a new set of parameters, such as, pore volume, pore cross section, and 
pore pattern, are available to alter mode power distribution in the waveguide 

20 and thus alter key waveguide fiber properties. Combinations of axial changes 
in clad structure with the numerous core index profile designs are 
contemplated which will provide unique waveguide fiber properties. Clad 
layers which incorporate both photonic crystal light guiding and refractive light 
guiding are contemplated as advantageous in waveguide designs for 

25 dispersion management. In addition the present invention incorporates clad 
layer structures which contain an array of features, periodic or randomly 
distributed, comprising a material in place of the pores, which adds still further 
flexibility in waveguide fiber design. 
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Summary of the Invention 

The present novel waveguide preform and fiber and method of making 
the waveguide preform and fiber provide extra waveguide design variables and 
5 are advantageous in the making of dispersion compensating or dispersion 
controlled waveguides. 

A first aspect of the invention is an optical waveguide fiber preform 
comprising a core glass region and a clad glass layer disposed upon the core 
glass. For convenience of description, the clad glass layer is said to be divided 

10 into segments that lie along the preform axis. The density of the clad glass 
changes in a direction, which is called the preform axis, parallel to the core 
region such that the clad glass density changes from segment to segment from 
a higher to a lower or from a lower to higher value. That is, the respective 
adjacent segment densities are not a monotone function of axial position. 

15 The preform clad layer density can be made to alternate from high to 

low and low to high in adjacent segments by changing the porosity of the clad 
layer. In particular, respective adjacent segments along the preform axis could 
alternate between a condition in which the clad layer contains pores and a 
condition in which the clad layer is essentially free of pores. In an embodiment 

20 of the novel preform, the pores are elongated and arranged in a periodic array 
which can have pitch, i.e., a spacing between corresponding points in the 
pores. The pitch may be selected to lie in a number of different ranges. For 
use at optical telecommunication wavelengths the preform pitch is 
advantageously selected such that in the fiber drawn from the preform the pitch 

25 is in the range of about 0.4 jim to 20 jam. A typical outside diameter of the 

glass fiber is about 125 ^m. The low end of this range provides a pitch in the 
drawn fiber effective to form a photonic crystal in the range of 
telecommunications signal wavelengths. However, applicants have verified 
that spacing or pitch in the range of tens of microns can advantageously be 

30 used in the making of a waveguide having an axially varying clad. Although an 
upper limit of 20 jam is set forth here, applicants contemplate the usefulness of 
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still larger clad layer feature pitch. The upper limit of feature spacing or pitch is 
in fact a practical limit determined from the clad layer thickness. 

Applicant has found that the diameter of the elongated pores as well as 
their pitch is important in determining the properties of the waveguide fiber 
5 drawn from the preform. In a particular embodiment, the ratio of the pore 

diameter to the pitch of the array of elongated pores is in the range of about 
0.1 to 0.9. 

The core glass of the preform may have a wide range of refractive index 
profiles. A refractive index profile of a region is the value of refractive index, or 

10 relative refractive index, A, as a function of radial position across the region. 

The definitions of refractive index profile, segmented profile, A, and a-profile 
are known in the art and may be found in U.S. patent 5,553,185, Antos et al. or 
U.S. patent 5,748,824, Smith, which are incorporated herein by reference. 
Thus the core region of the preform may have a step shape, a trapezoidal 

15 shape, either of which may be rounded at sharp changes in slope, or an a- 
profile shape. Further, the core region may be segmented into two or more 
portions and each of the portions may take on the alternative profiles set forth 
above. The design of this core region in conjunction with clad layer modulation 
determines the dispersion properties and other performance characteristics of 

20 the waveguide fiber. 

The refractive index of a base glass material, such as silica, can be 
changed by incorporating dopants such as germania, alumina, phosphorus, 
titania, boron, fluorine and the like. Rare earth dopants such as erbium, 
ytterbium, neodymium, thulium, or praseodymium may also be added to 

25 provide a preform, which can be drawn into an optical amplifier waveguide 
fiber. 

In another embodiment of the novel preform, the clad density toggles 
between two values from segment to segment along the preform axis. This 
toggling, together with the pre-selected core structure, determines the 
30 dispersion management characteristics of the fiber, as set forth above. Here 
again, the density may be controlled by controlling porosity volume in the clad 
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layer segments. As an alternative, the density may be controlled by controlling, 
the volume of a dopant glass added to the base clad layer glass. The dopant 
glass can appear as elongated filaments in the base glass of the clad. These 
filaments may be arranged in a periodic array in analogy to the arrangement of 
5 the elongated pores discussed above. One may speak of the filaments as 

being filled elongated pores, although it is to be understood that the filaments 
may be formed using several processes known in the art. If one wishes the 
filament containing clad layer to interact with light in the manner of a photonic 
crystal having a full band gap, the filament size and spacing should be such as 

10 to accommodate a pitch in the range of about 0.4 jim to 5 jam, and, the 

respective dielectric constants of the matrix glass and the glass comprising the 
columns of glass contained therein should differ by about a factor of three. 

Either a porous clad layer or a filament filled clad layer may guide light 
by refraction at the core clad interface, the refractive index of the core being 

15 higher than what may be thought of as an average refractive index of the 
structured clad layer. 

The preforms described above are fabricated for the purpose of drawing 
optical waveguide fibers therefrom. Thus the invention includes the optical 
waveguides which are drawn from the novel preforms. 

20 A further aspect of the invention is a method of making the novel 

preform from which a novel waveguide is drawn. In a first method, a core 
preform is fabricated by any of several methods know in the art, including 
outside and axial vapor deposition, and MCVD or plasma deposition 
techniques. The core portion of the preform is non-porous solid. As an 

25 alternative the core preform may be a tube which has open ends and which is 
not altered in any way prior to forming the preform. This tube will collapse 
during the drawing step to form a homogeneous or doped (if the tube is doped) 
solid glass core region. A plurality of glass tubes having an opening extending 
through the tube are fabricated. The tubes are reduced in dimension at a pre- 

30 selected number of locations along the tubes and arranged about the centrally 
located core preform. Each of the reduced dimension tubes is essentially 
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identical to every other of the reduced dimension tubes. The tubes may be 
partially or totally collapsed at the reduced dimension locations. The 
arrangement of the reduced dimension tubes about the centrally located core 
preform is a preform having axially variation in the clad layer density. 
5 The tubes can have a circular shape or can be in the shape of a polygon 

of 3 or more sides. The array of tubes about the central core preform can be 
random or periodic, with the particular selected geometry depending upon the 
type of signal and waveguide interaction, either refractive or photonic 
crystalline, that is desired at the core-clad interface. In the case of a clad layer 

10 having photonic crystal properties and a full band gap, the pitch of the periodic 
array of tubes must be nearly of the order of the signal wavelength of light 
carried in the waveguide. 

Instead of pores intermittently distributed along the tube length, the 
tubes may be fabricated using an outer matrix glass and a column of glass 

15 included therein. The individual segments of the tubes could be filled with a 
glass forming powder or a section of glass filament during the making of the 
reduced dimension portions or a filament could be placed in the tube before 
the dimension reduction is carried out. Either of these techniques, filament or 
powder fill, can be used in a process which provides filled tubes in which the fill 

20 material has a softening temperature significantly lower than the tube, for 

example more than 20 °C. The alternative case, where the columns have a 
higher softening point than the tubes, is enabled by encasing the assembly of 
columns and tubes in a larger tube having a softening temperature near that of 
the columns. If the waveguide fiber drawn from the preform so constructed is 

25 to act as a photonic crystal, the difference in dielectric constant between the 
matrix glass and column glass should be no less than about a factor of three. 

In order to draw the preform made in accord with the method, some 
means must be provided to hold the parts of the preform together. In one 
embodiment of the novel preform, the tubes and core preform are placed in a 

30 larger tube and the larger tube is collapsed onto the tubes and core preform 
assembly. 
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In another embodiment of the preform, the tubes and core preform may. 
be inserted into chucks and a layer or soot deposited on the tubes and vitrified. 
The insertion into chucks can be facilitated by bundling the tubes and core 
preform prior to the chucking or deposition step. The bundling can be 
5 accomplished by heat tacking the parts of the preform to each other. As an 
alternative a frit can be used to glass solder the parts of the preform to each 
other. Another bundling alternative is to use straps to hold the preform parts 
together until chucking is completed. The straps may be removed before the 
start of deposition or be made of a material which will readily burn off during 

1 0 deposition of a first glass soot layer. 

A further aspect of the invention is a method of making a waveguide 
fiber from the novel preform whose general configuration and particular 
embodiments are described above. An embodiment of the method of drawing 
a waveguide from the novel preform, includes the steps of sealing one end of 

15 each of the altered tubes surrounding the core preform and drawing a 

waveguide fiber from the opposing end. The pores within the altered tubes will 
persist through the drawing step because they are sealed into the tubes. 
Undesired pores or voids 

between tubes can be collapsed during the drawing step by applying a vacuum 
20 to the end of the preform opposite the end from which a waveguide is drawn. 

Another embodiment of the method omits the step of sealing one end of 
the tubes surrounding the preform before the drawing step. The step of 
altering the cross section of the tubes along their length may also be omitted. 
In this embodiment, a gas pressure is applied to the unsealed tubes during the 
25 drawing step. An increase in the internal gas pressure of the tubes causes the 
tube openings to remain unchanged or become larger. A decrease in internal 
tube pressure causes the tube openings to become smaller or to close 
completely during draw. Thus the density of the waveguide fiber clad layer can 
be made to change in the axial direction by changing the gas pressure. An 
30 advantage of this embodiment is that the clad density can be varied essentially 
continuously from a solid glass to a glass having a maximum porosity limited 
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only by the number of open tubes in the clad layer and the minimum wall 
thickness of the tubes together with the desired geometry of the finished 
waveguide fiber. An inert pressurizing gas such as nitrogen or helium is 
preferred. Undesired interstitial pores or voids among the tubes are subject to 
5 the applied pressure as well. Depending upon pore size through the tube 
relative to interstitial pore size the process alternatives are: 

- all pores are collapsed or closed; 

- all pores are left open; 

- the interstitial pores are left open while the tube pores are closed; or, 
10 - the tube pores are left open while the interstitial pores are closed. It is 

understood that the pressure control allows for essentially a continuum of 
values of the ratio of final interstitial pore size to final tube pore size. 

In yet another embodiment of the method, the preform parts are a core 
preform as described above having a clad layer comprising an array of glass 

15 rods arranged about the core preform. The array of rods is shaped such that a 
periodic or random array of pores are present between or through the rods. By 
intermittently applying a vacuum to this preform during the drawing step, these 
pores between the rods can be intermittently changed from a value equal to or 
less than the original pore cross section down to a minimum cross section of 

20 zero, thereby producing a waveguide which has an axially varying density. 
This same intermittent change in cross section can be accomplished by 
applying a gas pressure to the pores as described above for the open tubes. 
Here again the possible density of the clad layer can be made to vary 
essentially continuously from that of solid glass material to a porous glass 

25 material having a porosity limited only by the dimensions of the preform 

components and the waveguide drawn therefrom. The preform configuration in 
this embodiment is chosen such that viscous forces act to close the pores at 
neutral pressure. Then, the pore size can be modulated by modulating positive 
pressure applied to the preform during draw. This is the inverse of the 

30 embodiment in which the preform configuration is chosen such that the pore 
size can be modulated by modulating negative pressure. 
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A particularly useful embodiment of the novel waveguide is one in which 
the total dispersion is controlled from segment to segment of the waveguide. 
The combination of a pre-selected core refractive index profile with a particular 
pattern of change in clad layer segment density causes the total dispersion to 
alternate between positive and negative values. In a waveguide fiber having 
positive total dispersion, shorter wavelengths of light travel faster than light of 
longer wavelengths. The result is that the algebraic sum of the products of 
segment length and segment total dispersion over an entire length of 
waveguide fiber, i.e., the net total dispersion, can be made equal to a pre- 
selected target value. For example, the net total dispersion of a waveguide 
fiber can be made equal to zero even though no segment of the waveguide has 
a total dispersion of zero. 

These and other features of the novel preform and the optical 
waveguide drawn therefrom are further described using the following drawings. 

Brief Description of the Drawings 

Fig. 1a is an illustration of a tube having a circular cross section. 

Fig. 1b is an illustration of a tube having a hexagonal cross section. 

Fig. 2 is a sketch of a tube having segments of reduced dimension. 

Fig. 3 is an illustration of hexagonal tubes arranged around a core preform and 

inserted into a larger holding tube. 

Fig. 4 is an illustration of a cross section of a preform or a waveguide having a 
core region and a porous or composite clad layer. 

Fig. 5 is an illustration of a cross section of a waveguide having a core region 
and a porous clad layer in which the pores are due to interstitial pores among 
the clad layer tubes. 

Figs. 6a & b show cross sections of preforms or waveguides having respective 
solid and porous or composite clad layers. 

Figs. 6c, e, & g show the core index profiles of preforms or waveguides having 
a solid clad layer. 
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Figs. 6d, f , & h show the core index profiles of preforms or waveguides having 
a porous or composite clad layer. 

Detailed Description of the Invention 

5 The novel waveguide preform or waveguide fiber makes use of the 

guiding properties of clad layers having an axially varying refractive index which 
is lower than that of the waveguide core. A waveguide fiber is contemplated in 
which the guiding is done by structuring the clad layer to act as a photonic 
crystal having a band gap, at least over certain parts of the waveguide length. 

10 In each type of clad, the desired clad properties are achieved by altering the 
clad material composition or distribution. 

One embodiment alters the clad layer by including pores of particular 
size and shape. In an analogous embodiment, a material having a dielectric 
constant different from the base clad glass, is included in place of the pores. In 

15 either case, the mode power distribution of signal light in the waveguide is 

affected, thus affecting the waveguide properties. Because both the core and 
the clad may be changed in the novel waveguide preform or fiber, a great deal 
of flexibility is available to an optical waveguide fiber designer. 

An interesting embodiment disclosed and described in this document is 

20 one in which elongated pores or glass filaments are included in the clad layer. 
Two possible substructures of such a clad layer are illustrated in Figs. 1a and 
1b, which are cross sections of tubes having respective centerline pores 4 and 
6. The material surrounding the pore has a circular shape 2 in Fig. 1a and a 
hexagonal shape 8 in Fig. 1b. The outside shape is selected to accommodate 

25 a preferred pattern of pores to be formed by the substructures in the clad layer. 

The pores 4 and 6 could be filled with a material comprising a glass 
having a dielectric constant different from that of the surrounding or matrix 
glass material. 

A step in the method of altering one of the substructures is illustrated in 
30 Fig 2. Indentations 12 have been formed in the exemplary tube 10. The 
indentations produce restricted regions 14 in the central pore or filament 
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separated by regions 16 over which the central portion of the tube is 
undisturbed. An assembly of such substructures about a core region provides 
a clad layer having axial variations in its refractive index. In addition, the 
substructures can be arranged such that the central pores or filaments 18 form 
5 a periodic array. The periodic array can have the pitch of a photonic crystal 

designed for use in a preferred wavelength range. At present, the wavelength 
range of interest for telecommunication applications is from about 600 nm to 
2000 nm. 

A waveguide preform in accord with the present invention is shown in 
10 Fig. 3. In this example, the substructures are tubes 20 and 22 having 

essentially identical hexagonal cross sections. The difference in shading 
between tubes 20 and 22 indicates that the plurality of substructures may be 
formed into a secondary structure which is then assembled into a clad layer. 
As an alternative the shading can indicate that the substructures are of 
15 different composition and may be assembled to form a compositional pattern 
having components of area larger than that of the individual substructures. 
Such an assembly could be made for example in a process in which the 
secondary structures are extruded, assembled and then drawn to a desired 
cross sectional area. The extrusion and draw process is disclosed and 
20 described in Provisional Application S;N. 60/094,609 filed 30 July 1998. 

Example 

Referring to Fig. 3, a waveguide preform and fiber may be fabricated as 
follows. The hexagonal substructures 20 and 22, having an opening along the 
25 centerline, are assembled into a clad layer that surrounds core preform 30. 

The entire assembly of hexagonal tubes surrounding the core preform 30 is 
made stable by placing it into tube 28. The details of the illustration show the 
substructure openings as dots 26. 

In this example, tubes 20 and 22 have a surface free of indentations. 
30 The ends of the tubes in the plane of Fig. 3 are shown as unsealed, by 
exemplary dots 26 which indicate an opening. 
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The tube 28 may be collapsed upon the assembly before or during 
drawing of the preform into a waveguide fiber. To insure proper control of the 
clad porosity, a pressure that ranges from atmospheric pressure upwards is 
applied to tube 28 during the drawing step. Over a first range of pressures 
5 beginning at atmospheric pressure and ending at a pre-determined pressure 
above atmosphere, the substructure openings will close due to the action of 
viscous forces which exist during the drawing step. Over a second range of 
pressures, beginning slightly above the highest pressure in the first range of 
pressures and continuing upward, openings will exist in the clad layer after 

10 drawing is completed. The size of the openings is controlled by the magnitude 
of the applied pressure. The pressure applied to the substructure openings is 
varied between a value in the first pressure range to a value in the second 
pressure range during the drawing step. Thus, the diameter of the openings 
varies from zero to pre-selected diameter corresponding to the pressure 

15 selected from the second range. The modulation of the applied pressure 
produces a corresponding axial modulation of the clad layer density or 
refractive index. That is, the density and the average refractive index of the 
clad layer vary along the axial dimension of the waveguide fiber. 



20 Comparative Example 1 

An optical waveguide preform is fabricated as described in the example 
above except that in this comparative example the ends of the substructure 
tubes are sealed. In addition, the tubes are indented as shown in Fig. 2. The 
respective indentations of the substructure tubes are held in registration each 

25 to the others in tube 28. The registration is maintained by bundling or other 
means as described above. 

An optical waveguide fiber is drawn from the preform end opposite the 
sealed ends of the substructure tubes. During draw a vacuum can be applied 
to the preform tube 28 at the preform end having the sealed substructure 

30 tubes. Thus, the altered, i.e., indented tubes, which are sealed, form 

elongated pores, arranged in essentially the same pattern as that of the 
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substructures in the preform. The indented portions of the tubes collapse to . 
form a substantially homogeneous clad cross section. The elongated pores 
are separated axially one from another by these collapsed sections of clad 
having a substantially homogeneous cross section. The elongated pores are 
5 separated one from another in cross section by the walls of the substructures. 
The vacuum, together with the viscous forces exerted in the preform during 
draw, serve to close unwanted interstitial pores between the substructure 
tubes. 

In an embodiment of the preform and waveguide of this comparative 
10 example, the core portion of the preform may be an assembly of tubes having 
the desired composition and unsealed ends. During draw, the viscous forces, 
together with the applied vacuum act to close the openings in the unsealed 
core tubes to produce a solid glass core. 

Fig. 4 is a drawing taken from a photograph of a cross section of a 
15 waveguide fiber drawn in accord with the example. The core region 32 is solid 
glass and the clad region cross section contains exemplary pores 34 which 
serve to reduce the average refractive index of the clad layer. 

It is understood that the pores 34 could be sized or configured to form a 
photonic crystal which confines the signal to the core region because the signal 
20 wavelength lies in the band gap of the crystal. 

Comparison Example 2 

An alternative process is one in which the substructures are solid and 
are arranged within a large tube as in the comparative example 1 above. 

25 However in this case, the substructures are unaltered. During draw a vacuum 
is intermittently applied to tube 28 so that the interstitial pores, i.e., those 
between the substructures, are alternately collapsed (the vacuum is applied) or 
remain as elongated pores (the vacuum is turned off) in the clad layer. The 
result of such a process is shown in Fig. 5. which is a drawing taken from a 

30 photograph of the waveguide fiber clad layer cross section. The elongated 

pores 36 which are present in the clad layer are interspersed among the solid 
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clad glass matrix 38. In the axial direction, the porous portions of the clad are . 
separated one form another by the non-porous portions of substantially 
homogenous, pore free clad glass. 

The effect of the introduction of pores into the clad layer is shown by the 
5 pairs of figures which make up Fig 6. In Fig. 6a is shown a cross section of a 
non-porous portion of the waveguide fiber. Core or core preform 40 is 
surrounded by solid clad glass layer 42. In Fig. 6b, core or core preform 44 is 
surrounded by porous clad layer 46. The cores of Figs. 6a and 6b, 6c and 6d, 
6e and 6f, and, 6g and 6h correspond one to other in that the pairs may be 

10 drawn from the same preform. The first member of the pairs, i.e., Fig. 6a, c, e, 
and g have a solid clad layer while each of the second members of the pairs, 
Fig. 6b, d, f, and h have a porous clad layer. 

The effect of the elongated pores in the porous clad layer is illustrated in 
the pairs of figures showing refractive index profile. For example a step index 

15 core 48 in Fig. 6c has an index difference with reference to clad layer index 49. 
Fig. 6c corresponds to the solid core and clad structure shown in Fig. 6a. In 
comparison, the index difference between core index 50 and porous clad layer 
average index 51 as shown in Fig. 6d is greater. The mode power distribution 
of a signal in a portion of the waveguide characterized by the refractive index 

20 profile of Fig. 6c will be broad in comparison to the mode power distribution of 
a signal propagated in the waveguide region having the refractive index profile 
of Fig. 6d. It will also be understood, that other properties, such as total 
dispersion, total dispersion slope, cut off wavelength, zero dispersion 
wavelength are also different for different axial portions along the novel 

25 waveguide. One properly constructed and drawn preform produces a 

waveguide fiber having these axial variations in waveguide fiber properties. 

In analogy with Figs. 6c and 6d, Figs. 6e and 6f show the relative 
profiles for the case in which the core has three segments. The core 52 has a 
given index profile relative to clad layer 53. By introducing pores into the clad 

30 layer, the larger refractive index difference, that between core index 54 and 
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clad layer index 56, is achieved. Here again, the relative index difference 
alters the mode power distribution of a signal propagated in the waveguide. 

In Figs. 6g and 6h the axial change in clad index results in a first profile 
56, relative to clad layer index 57, having three distinct annular regions, 60, 62, 
and 64. In contrast, the core profile 58, relative to the index of porous or pore 
filled clad layer 59 has only two distinct annular regions 66 and 68. 

The potential of the novel waveguide preform and associated waveguide 
fiber to compensate dispersion is readily seen in Figs. 6(c-h). Further, control 
of mode power distribution provides control of such key waveguide fiber 
parameters as cut off wavelength, zero dispersion wavelength, and the 
magnitude and sign of waveguide dispersion, thereby providing great flexibility 
in the uses of the novel waveguide. 

Although particular embodiments of the invention have herein been 
disclosed and described, the invention in nonetheless limited only by the 
following claims. 
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We Claim: 

1. An optical waveguide preform comprising: 

a central core glass surrounded by and in contact with a clad glass layer 
to form a preform, the preform having a first and a second end and an axis 
5 therebetween, and the clad layer comprising a plurality of annular segments 
that extend sequentially along the axis, wherein, the segments are 
characterized by a pre-selected density different from the pre-selected density 
of the segments immediately adjacent the each segment, and, the each 
segment density is either higher or lower than both immediately adjacent 
10 segments. 

2. The optical waveguide preform of claim 1 in which the segments, that have a 
pre-selected density lower than that of adjacent segments, contain pores. 

3. The optical waveguide preform of claim 2 in which the segments that have a 
pre-selected density higher than that of adjacent segments also contain pores. 

15 4. The optical waveguide preform of claim 2 in which the pores are elongated 
and have their long dimension oriented along the axis of the preform. 

5. The optical waveguide preform of claim 3 in which the pores are elongated 
and have their long dimension oriented along the axis of the preform. 

6. The optical waveguide preform of claim 4 in which the elongated pores form 
20 a periodic array. 

7. The optical waveguide preform of claims 5 in which the elongated pores 
form a periodic array. 

8. The optical waveguide preform of either one of claims 6 or 7 in which the 
pitch of the periodic array is such that a waveguide fiber drawn from the 

25 preform to a pre-selected diameter contains a periodic array of elongated 
pores having a pitch in the range of 0.4 \xm to 20 fxm. 

9. The optical waveguide preform of either of claims 6 or 7 in which the 
elongated pores have a diameter and the ratio of the diameter to the pitch of 
the periodic array is in the range of about 0.1 to 0.9. 

30 10. The optical waveguide preform of claim 1 in which the core glass has a 
refractive index profile which is selected from a group consisting of a step, a 
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rounded step, a trapezoid, a rounded trapezoid, an a-profile, and a segmented 
profile wherein the segments of the segmented profile are selected from a 
group consisting of a porous layer, a step, a rounded step, a trapezoid, a 
rounded trapezoid, and an a-profile. 
5 11. The optical waveguide preform of claim 10 in which the core glass 

comprises silica glass having a dopant selected from the group consisting of 
germania, alumina, phosphorus, titania, boron, and fluorine. 

12. The optical waveguide preform of claim 1 1 in which the core glass 
comprises silica doped with a substance selected from the group consisting. of 

10 erbium, ytterbium, neodymium, thulium, and praseodymium. 

13. The optical waveguide preform of claim 1 , wherein, the density of a clad 
layer segment has one of two pre-selected values. 

14. The optical waveguide preform of claim 13, wherein, the clad glass layer 
segment having the first one of the two pre-selected densities is a 

15 homogeneous first composition, and the clad glass layer segment having the 
second one of the two pre-seiected densities comprises a porous first 
composition. 

15. The optical waveguide preform of claim 14, wherein, the pores of the clad 
layer having the second pre-selected density are elongated and have their long 

20 dimension oriented along the axis of the preform. 

16. The optical waveguide preform of claim 15 in which the elongated pores 
form a periodic array. 

17. The optical waveguide preform of claim 16 in which the pitch of the periodic 
array is such that a waveguide fiber drawn from the preform to a pre-selected 

25 diameter contains a periodic array of elongated pores having a pitch in the 
range of 0.4 jam to 20 i^m. 

18. The optical waveguide of claim 13, wherein, the clad glass layer segment 
having the first one of the two pre-selected densities is a homogeneous first 
composition having a dielectric constant, and the clad glass layer segment 

30 having the second one of the two pre-selected densities comprises a porous 
first composition, wherein, the pores are elongated and the long dimension of 
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the pores are oriented along the preform axis, and wherein, the elongated 
pores are filled with a material having a second dielectric constant, wherein, 
the first and second dielectric constants differ by a factor of at least three. 

19. The optical waveguide 18 in which the elongated filled pores form a 
5 periodic array. 

20. The optical waveguide preform of claim 19 in which the pitch of the periodic 
array is such that a waveguide fiber drawn from the preform to a pre-selected 
diameter contains a periodic array of elongated pores having a pitch in the 
range of 0.4 jam to 20 ^m. 

10 21 . An optical waveguide fiber drawn from the preform of any one of claims 1-7 
or claims 10-20. 

22. An optical waveguide fiber drawn from the preform of any one of claims 1-7 
or claims 10-20 in which the core has a refractive index profile and the 
segment densities are selected to provide in conjunction with the core profile a 

15 total dispersion which alternates between positive and negative values as the 
segment density alternates between different pre-selected densities, to provide 
a waveguide fiber having a net dispersion equal to a pre-selected value . 

23. A method of making an optical waveguide fiber preform comprising the 
steps: 

20 a) fabricating a core preform having a long axis; 

b) fabricating a plurality of glass tubes having an inside and an outside 
dimension and a long axis; 

c) forming along the long axis in each of the plurality of glass tubes a 
number, N, of sections of reduced inside and outside dimension, wherein, the 

25 N reduced dimension sections are spaced apart, each from another, by a 
section of the tube; 

d) arranging the plurality of tubes of step c) in an array surrounding the 
core preform; wherein the long axis of the core preform is substantially parallel 
to the long axes of the tubes. 
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24. The method of claim 23 in which the tubes of step b) have a cross section . 
shape selected from the group consisting of a circle, a triangle, a 
parallelogram, and a polygon. 

25, The method of claim 23 in which the array is random. 
5 26. The method of claim 23 in which the array is periodic. 

27. The method of claim 23 in which the reduced inside dimension is zero. 

28. The method of claim 23, in which the tube has a first composition and a 
first dielectric constant, and during or before the forming step c) each of the 
sections which space apart the N sections are filled with a material having a 

10 second composition and a second dielectric constant, wherein the first 

dielectric constant differs from the second dielectric constant by a least a factor 
of three. 

29. The method of claim 23, in which the tube has a first composition and a 
first refractive index, and during or before the forming step c) each of the 

15 sections which space apart the N sections are filled with a material having a 
second composition and a second refractive index, wherein the first refractive 
index is greater than the second refractive index. 

30. The method of claim 23 further including the steps: 

e) inserting the arrangement of step d) into an outer tube; and 
20 f) collapsing the outer tube onto the arrangement. 

31 . The method of claim 30 further including the step of depositing glass soot 
particles onto the outer tube. 

32. The method of claim 23 further including the steps: 

e) bundling the arrangement of tubes of step d) to hold them in 
25 registration each to another; and, 

f) depositing glass soot onto the bundle. 

33. The method of claim 32 in which the step of bundling includes tacking the 
glass tubes each to another and the innermost tubes to the core preform by 
means of heating the tubes. 
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34. The method of claim 32 in which the step of bundling includes tacking the . 
glass tubes each to another and the innermost tubes to the core preform using 
a glass frit. 

35. A method of making an optical waveguide fiber comprising the steps: 
5 a) fabricating a preform in accord with any one of claims 23 - 34; 

b) sealing one end of the glass tubes; 

c) drawing a waveguide fiber from the preform end opposite the preform 
end having sealed tubes; and, 

d) applying a vacuum to the preform end opposite the end being drawn. 
10 36. A method of making an optical waveguide fiber comprising the steps: 

a) fabricating a core preform; 

b) fabricating a plurality of glass rods having a cross sectional shape; 

c) arranging the plurality of rods in an array surrounding the core 
preform such that the array contains a plurality of pores; 

15 d) inserting the array of rods and the core preform into a tube to form a 

draw preform; 

e) drawing an optical waveguide fiber from the draw preform; and, 

f) during step e) applying a varying pressure to the tube. 

37. The method of claim 36 in which the applied pressure varies between 
20 atmospheric pressure and a pre-selected pressure below atmospheric 

pressure. 

38. The method of claim 37 in which the pre-selected pressure is sufficient to 
at least partially collapse the pores. 

39. The method of claim 37 in which the applied pressure varies between a 

25 first pre-selected pressure greater than or equal to atmospheric pressure and a 
second pre-selected pressure greater than the first pre-selected pressure. 
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WAVEGUIDES HAVING AXIALLY VARYING STRUCTURE 

Background of the Invention 

This application is based upon the provisional application S.N. 
5 60/100,349, filed 9/1 5/98, which we claim as the priority date of this 
application. 

The invention is directed to an optical waveguide preform or fiber having 
a structure that varies in the axial direction. In particular, the novel preform or 
waveguide exhibits a clad layer refractive index that varies along the 
10 waveguide length, the variation due to change in the clad layer porosity or 

composition. The invention includes methods for making the novel waveguide 
preform and fiber. 

Optical waveguide fibers having a periodically structured clad layer have 
been discussed. As an example, the periodic structure of the clad layer may 

15 be a photonic crystal as described by Knight et al., "All Silica Single Mode 

Optical Fiber with Photonic Crystal Cladding", Optics Letters, V. 21, No. 19, 1 
October 96, and by Birks, et al., "Endlessly Single Mode Photonic Crystal 
Fiber", Optics Letters, V. 22, No. 13, 1 July 97. In these two articles, a single 
mode fiber having a silica core and a porous silica cladding is described. The 

20 pores or voids in the silica clad layer are elongated and extend from end to end 
of the clad layer. The pores are arranged in a periodic hexagonal pattern to 
form the clad layer into a photonic crystal. The waveguide fiber so configured 
can be a single mode fiber at any wavelength. 
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Further work with waveguide fibers having a porous or pore filled clad 
layer is described in European patent publication EP 0 810 453 A1 . In this 
publication, the clad layer contains elongated pores which serve to lower the 
average clad layer refractive index. The elongated pores are not arranged in a 
5 periodic pattern so the light guiding mechanism in this waveguide is refraction 
at the core-clad boundary. 

The essentially limitless range of cut off wavelength, or, alternatively, the 
potential absence of any cut off wavelength, available in a photonic crystal 
clad layer is an advantage in single mode waveguide design. Also useful, in 

10 terms of offering an additional design variable, is the relative refractive index 

difference, A, due to a clad layer containing a particular volume of non-periodic 
pores. This volume is controlled by controlling the air filling fraction in the fiber 
as is described below. 

However, neither of these designs provide for axial changes in relative 

15 refractive index. Such axial changes are advantageous in single mode fiber 
designs intended to provide for management of dispersion. In addition, 
because the axial changes in relative index are due to changes in the clad 
layer, a new set of parameters, such as, pore volume, pore cross section, and 
pore pattern, are available to alter mode power distribution in the waveguide 

20 and thus alter key waveguide fiber properties. Combinations of axial changes 
in clad structure with the numerous core index profile designs are 
contemplated which will provide unique waveguide fiber properties. Clad 
layers which incorporate both photonic crystal light guiding and refractive light 
guiding are contemplated as advantageous in waveguide designs for 

25 dispersion management. In addition the present invention incorporates clad 
layer structures which contain an array of features, periodic or randomly 
distributed, comprising a material in place of the pores, which adds still further 
flexibility in waveguide fiber design. 
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Summary of the Invention 

The present novel waveguide preform and fiber and method of making 
the waveguide preform and fiber provide extra waveguide design variables and 
5 are advantageous in the making of dispersion compensating or dispersion 
controlled waveguides. 

A first aspect of the invention is an optical waveguide fiber preform 
comprising a core glass region and a clad glass layer disposed upon the core 
glass. For convenience of description, the clad glass layer is said to be divided 

10 into segments that lie along the preform axis. The density of the clad glass 
changes in a direction, which is called the preform axis, parallel to the core 
region such that the clad glass density changes from segment to segment from 
a higher to a lower or from a lower to higher value. That is, the respective 
adjacent segment densities are not a monotone function of axial position. 

15 The preform clad layer density can be made to alternate from high to 

low and low to high in adjacent segments by changing the porosity of the clad 
layer. In particular, respective adjacent segments along the preform axis could 
alternate between a condition in which the clad layer contains pores and a 
condition in which the clad layer is essentially free of pores. In an embodiment 

20 of the novel preform, the pores are elongated and arranged in a periodic array 
which can have pitch, i.e., a spacing between corresponding points in the 
pores. The pitch may be selected to lie in a number of different ranges. For 
use at optical telecommunication wavelengths the preform pitch is 
advantageously selected such that in the fiber drawn from the preform the pitch 

25 is in the range of about 0.4 ^tm to 20 p,m. A typical outside diameter of the 

glass fiber is about 125 |j,m. The low end of this range provides a pitch in the 
drawn fiber effective to form a photonic crystal in the range of 
telecommunications signal wavelengths. However, applicants have verified 
that spacing or pitch in the range of tens of microns can advantageously be 

30 used in the making of a waveguide having an axially varying clad. Although an 
upper limit of 20 jam is set forth here, applicants contemplate the usefulness of 
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still larger clad layer feature pitch. The upper limit of feature spacing or pitch is 
in fact a practical limit determined from the clad layer thickness. 

Applicant has found that the diameter of the elongated pores as well as 
their pitch is important in determining the properties of the waveguide fiber 
5 drawn from the preform. In a particular embodiment, the ratio of the pore 

diameter to the pitch of the array of elongated pores is in the range of about 
0.1 to 0.9. 

The core glass of the preform may have a wide range of refractive index 
profiles. A refractive index profile of a region is the value of refractive index, or 

10 relative refractive index, A, as a function of radial position across the region. 

The definitions of refractive index profile, segmented profile, A, and oprofile 
are known in the art and may be found in U.S. patent 5,553,185, Antos et al. or 
U.S. patent 5,748,824, Smith, which are incorporated herein by reference. 
Thus the core region of the preform may have a step shape, a trapezoidal 

15 shape, either of which may be rounded at sharp changes in slope, or an a- 
profile shape. Further, the core region may be segmented into two or more 
portions and each of the portions may take on the alternative profiles set forth 
above. The design of this core region in conjunction with clad layer modulation 
determines the dispersion properties and other performance characteristics of 

20 the waveguide fiber. 

The refractive index of a base glass material, such as silica, can be 
changed by incorporating dopants such as germania, alumina, phosphorus, 
titania, boron, fluorine and the like. Rare earth dopants such as erbium, 
ytterbium, neodymium, thulium, or praseodymium may also be added to 

25 provide a preform, which can be drawn into an optical amplifier waveguide 

fiber. 

In another embodiment of the novel preform, the clad density toggles 
between two values from segment to segment along the preform axis. This 
toggling, together with the pre-selected core structure, determines the 
30 dispersion management characteristics of the fiber, as set forth above. Here 
again, the density may be controlled by controlling porosity volume in the clad 
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layer segments. As an alternative, the density may be controlled by controlling 
the volume of a dopant glass added to the base clad layer glass. The dopant 
glass can appear as elongated filaments in the base glass of the clad. These 
filaments may be arranged in a periodic array in analogy to the arrangement of 
5 the elongated pores discussed above. One may speak of the filaments as 

being filled elongated pores, although it is to be understood that the filaments 
may be formed using several processes known in the art. If one wishes the 
filament containing clad layer to interact with light in the manner of a photonic 
crystal having a full band gap, the filament size and spacing should be such as 

10 to accommodate a pitch in the range of about 0.4 jim to 5 jim, and, the 

respective dielectric constants of the matrix glass and the glass comprising the 
columns of glass contained therein should differ by about a factor of three. 

Either a porous clad layer or a filament filled clad layer may guide light 
by refraction at the core clad interface, the refractive index of the core being 

15 higher than what may be thought of as an average refractive index of the 
structured clad layer. 

The preforms described above are fabricated for the purpose of drawing 
optical waveguide fibers therefrom. Thus the invention includes the optical 
waveguides which are drawn from the novel preforms. 

20 A further aspect of the invention is a method of making the novel 

preform from which a novel waveguide is drawn. In a first method, a core 
preform is fabricated by any of several methods know in the art, including 
outside and axial vapor deposition, and MCVD or plasma deposition 
techniques. The core portion of the preform is non-porous solid. As an 

25 alternative the core preform may be a tube which has open ends and which is 
not altered in any way prior to forming the preform. This tube will collapse 
during the drawing step to form a homogeneous or doped (if the tube is doped) 
solid glass core region. A plurality of glass tubes having an opening extending 
through the tube are fabricated. The tubes are reduced in dimension at a pre- 

30 selected number of locations along the tubes and arranged about the centrally 
located core preform. Each of the reduced dimension tubes is essentially 
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identical to every other of the reduced dimension tubes. The tubes may be 
partially or totally collapsed at the reduced dimension locations. The 
arrangement of the reduced dimension tubes about the centrally located core 
preform is a preform having axially variation in the clad layer density. 
5 The tubes can have a circular shape or can be in the shape of a polygon 

of 3 or more sides. The array of tubes about the central core preform can be 
random or periodic, with the particular selected geometry depending upon the 
type of signal and waveguide interaction, either refractive or photonic 
crystalline, that is desired at the core-clad interface. In the case of a clad layer 

10 having photonic crystal properties and a full band gap, the pitch of the periodic 

array of tubes must be nearly of the order of the signal wavelength of light 
carried in the waveguide. 

Instead of pores intermittently distributed along the tube length, the 
tubes may be fabricated using an outer matrix glass and a column of glass 

15 included therein. The individual segments of the tubes could be filled with a 
glass forming powder or a section of glass filament during the making of the 
reduced dimension portions or a filament could be placed in the tube before 
the dimension reduction is carried out. Either of these techniques, filament or 
powder fill, can be used in a process which provides filled tubes in which the fill 

20 material has a softening temperature significantly lower than the tube, for 

example more than 20 °C. The alternative case, where the columns have a 
higher softening point than the tubes, is enabled by encasing the assembly of 
columns and tubes in a larger tube having a softening temperature near that of 
the columns. If the waveguide fiber drawn from the preform so constructed is 

25 to act as a photonic crystal, the difference in dielectric constant between the 
matrix glass and column glass should be no less than about a factor of three. 

In order to draw the preform made in accord with the method, some 
means must be provided to hold the parts of the preform together. In one 
embodiment of the novel preform, the tubes and core preform are placed in a 

30 larger tube and the larger tube is collapsed onto the tubes and core preform 
assembly. 
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In another embodiment of the preform, the tubes and core preform may 
be inserted into chucks and a layer or soot deposited on the tubes and vitrified. 
The insertion into chucks can be facilitated by bundling the tubes and core 
preform prior to the chucking or deposition step. The bundling can be 
5 accomplished by heat tacking the parts of the preform to each other. As an 
alternative a frit can be used to glass solder the parts of the preform to each 
other. Another bundling alternative is to use straps to hold the preform parts 
together until chucking is completed. The straps may be removed before the 
start of deposition or be made of a material which will readily burn off during 

10 deposition of a first glass soot layer. 

A further aspect of the invention is a method of making a waveguide 
fiber from the novel preform whose general configuration and particular 
embodiments are described above. An embodiment of the method of drawing 
a waveguide from the novel preform, includes the steps of sealing one end of 

15 each of the altered tubes surrounding the core preform and drawing a 

waveguide fiber from the opposing end. The pores within the altered tubes will 
persist through the drawing step because they are sealed into the tubes. 
Undesired pores or voids 

between tubes can be collapsed during the drawing step by applying a vacuum 
20 to the end of the preform opposite the end from which a waveguide is drawn. 

Another embodiment of the method omits the step of sealing one end of 
the tubes surrounding the preform before the drawing step. The step of 
altering the cross section of the tubes along their length may also be omitted. 
In this embodiment, a gas pressure is applied to the unsealed tubes during the 
25 drawing step. An increase in the internal gas pressure of the tubes causes the 
tube openings to remain unchanged or become larger. A decrease in internal 
tube pressure causes the tube openings to become smaller or to close 
completely during draw. Thus the density of the waveguide fiber clad layer can 
be made to change in the axial direction by changing the gas pressure. An 
30 advantage of this embodiment is that the clad density can be varied essentially 
continuously from a solid glass to a glass having a maximum porosity limited 
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only by the number of open tubes in the clad layer and the minimum wall 
thickness of the tubes together with the desired geometry of the finished 
waveguide fiber. An inert pressurizing gas such as nitrogen or helium is 
preferred. Undesired interstitial pores or voids among the tubes are subject to 
5 the applied pressure as well. Depending upon pore size through the tube 
relative to interstitial pore size the process alternatives are: 

- all pores are collapsed or closed; 

- all pores are left open; 

- the interstitial pores are left open while the tube pores are closed; or, 
10 - the tube pores are left open while the interstitial pores are closed. It is 

understood that the pressure control allows for essentially a continuum of 
values of the ratio of final interstitial pore size to final tube pore size. 

In yet another embodiment of the method, the preform parts are a core 
preform as described above having a clad layer comprising an array of glass 

15 rods arranged about the core preform. The array of rods is shaped such that a 
periodic or random array of pores are present between or through the rods. By 
intermittently applying a vacuum to this preform during the drawing step, these 
pores between the rods can be intermittently changed from a value equal to or 
less than the original pore cross section down to a minimum cross section of 

20 zero, thereby producing a waveguide which has an axially varying density. 
This same intermittent change in cross section can be accomplished by 
applying a gas pressure to the pores as described above for the open tubes. 
Here again the possible density of the clad layer can be made to vary 
essentially continuously from that of solid glass material to a porous glass 

25 material having a porosity limited only by the dimensions of the preform 

components and the waveguide drawn therefrom. The preform configuration in 
this embodiment is chosen such that viscous forces act to close the pores at 
neutral pressure. Then, the pore size can be modulated by modulating positive 
pressure applied to the preform during draw. This is the inverse of the 

30 embodiment in which the preform configuration is chosen such that the pore 
size can be modulated by modulating negative pressure. 
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A particularly useful embodiment of the novel waveguide is one in which 
the total dispersion is controlled from segment to segment of the waveguide. 
The combination of a pre-selected core refractive index profile with a particular 
pattern of change in clad layer segment density causes the total dispersion to 
5 alternate between positive and negative values. In a waveguide fiber having 
positive total dispersion, shorter wavelengths of light travel faster than light of 
longer wavelengths. The result is that the algebraic sum of the products of 
segment length and segment total dispersion over an entire length of 
waveguide fiber, i.e., the net total dispersion, can be made equal to a pre- 
10 selected target value. For example, the net total dispersion of a waveguide 

fiber can be made equal to zero even though no segment of the waveguide has 
a total dispersion of zero. 

These and other features of the novel preform and the optical 
waveguide drawn therefrom are further described using the following drawings. 

15 

Brief Description of the Drawings 

Fig. 1a is an illustration of a tube having a circular cross section. 
Fig. 1b is an illustration of a tube having a hexagonal cross section. 
Fig. 2 is a sketch of a tube having segments of reduced dimension. 
20 Fig. 3 is an illustration of hexagonal tubes arranged around a core preform and 

inserted into a larger holding tube. 

Fig. 4 is an illustration of a cross section of a preform or a waveguide having a 
core region and a porous or composite clad layer. 

Fig. 5 is an illustration of a cross section of a waveguide having a core region 
25 and a porous clad layer in which the pores are due to interstitial pores among 
the clad layer tubes. 

Figs. 6a & b show cross sections of preforms or waveguides having respective 
solid and porous or composite clad layers. 

Figs. 6c, e, & g show the core index profiles of preforms or waveguides having 
30 a solid clad layer. 
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Figs. 6d, f , & h show the core index profiles of preforms or waveguides having 
a porous or composite clad layer. 

Detailed Description of the Invention 

The novel waveguide preform or waveguide fiber makes use of the 
guiding properties of clad layers having an axially varying refractive index which 
is lower than that of the waveguide core. A waveguide fiber is contemplated in 
which the guiding is done by structuring the clad layer to act as a photonic 
crystal having a band gap, at least over certain parts of the waveguide length. 
In each type of clad, the desired clad properties are achieved by altering the 
clad material composition or distribution. 

One embodiment alters the clad layer by including pores of particular 
size and shape. In an analogous embodiment, a material having a dielectric 
constant different from the base clad glass, is included in place of the pores. In 
either case, the mode power distribution of signal light in the waveguide is 
affected, thus affecting the waveguide properties. Because both the core and 
the clad may be changed in the novel waveguide preform or fiber, a great deal 
of flexibility is available to an optical waveguide fiber designer. 

An interesting embodiment disclosed and described in this document is 
one in which elongated pores or glass filaments are included in the clad layer. 
Two possible substructures of such a clad layer are illustrated in Figs. 1a and 
1b, which are cross sections of tubes having respective centerline pores 4 and 
6. The material surrounding the pore has a circular shape 2 in Fig. 1a and a 
hexagonal shape 8 in Fig. 1b. The outside shape is selected to accommodate 
a preferred pattern of pores to be formed by the substructures in the clad layer. 

The pores 4 and 6 could be filled with a material comprising a glass 
having a dielectric constant different from that of the surrounding or matrix 
glass material. 

A step in the method of altering one of the substructures is illustrated in 
Fig 2. Indentations 12 have been formed in the exemplary tube 10. The 
indentations produce restricted regions 14 in the central pore or filament 
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separated by regions 16 over which the central portion of the tube is 
undisturbed. An assembly of such substructures about a core region provides 
a clad layer having axial variations in its refractive index. In addition, the 
substructures can be arranged such that the central pores or filaments 18 form 
5 a periodic array. The periodic array can have the pitch of a photonic crystal 

designed for use in a preferred wavelength range. At present, the wavelength 
range of interest for telecommunication applications is from about 600 nm to 
2000 nm. 

A waveguide preform in accord with the present invention is shown in 
10 Fig. 3. In this example, the substructures are tubes 20 and 22 having 

essentially identical hexagonal cross sections. The difference in shading 
between tubes 20 and 22 indicates that the plurality of substructures may be 
formed into a secondary structure which is then assembled into a clad layer. 
As an alternative the shading can indicate that the substructures are of 
15 different composition and may be assembled to form a compositional pattern 
having components of area larger than that of the individual substructures. 
Such an assembly could be made for example in a process in which the 
secondary structures are extruded, assembled and then drawn to a desired 
cross sectional area. The extrusion and draw process is disclosed and 
20 described in Provisional Application S:N. 60/094,609 filed 30 July 1998. 

Example 

Referring to Fig. 3, a waveguide preform and fiber may be fabricated as 
follows. The hexagonal substructures 20 and 22, having an opening along the 
25 centerline, are assembled into a clad layer that surrounds core preform 30. 

The entire assembly of hexagonal tubes surrounding the core preform 30 is 
made stable by placing it into tube 28. The details of the illustration show the 
substructure openings as dots 26. 

In this example, tubes 20 and 22 have a surface free of indentations. 
30 The ends of the tubes in the plane of Fig. 3 are shown as unsealed, by 
exemplary dots 26 which indicate an opening. 
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The tube 28 may be collapsed upon the assembly before or during 
drawing of the preform into a waveguide fiber. To insure proper control of the 
clad porosity, a pressure that ranges from atmospheric pressure upwards is 
applied to tube 28 during the drawing step. Over a first range of pressures 
5 beginning at atmospheric pressure and ending at a pre-determined pressure 
above atmosphere, the substructure openings will close due to the action of 
viscous forces which exist during the drawing step. Over a second range of 
pressures, beginning slightly above the highest pressure in the first range of 
pressures and continuing upward, openings will exist in the clad layer after 

10 drawing is completed. The size of the openings is controlled by the magnitude 
of the applied pressure. The pressure applied to the substructure openings is 
varied between a value in the first pressure range to a value in the second 
pressure range during the drawing step. Thus, the diameter of the openings 
varies from zero to pre-selected diameter corresponding to the pressure 

15 selected from the second range. The modulation of the applied pressure 
produces a corresponding axial modulation of the clad layer density or 
refractive index. That is, the density and the average refractive index of the 
clad layer vary along the axial dimension of the waveguide fiber. 



20 Comparative Example 1 

An optical waveguide preform is fabricated as described in the example 
above except that in this comparative example the ends of the substructure 
tubes are sealed. In addition, the tubes are indented as shown in Fig. 2. The 
respective indentations of the substructure tubes are held in registration each 

25 to the others in tube 28. The registration is maintained by bundling or other 
means as described above. 

An optical waveguide fiber is drawn from the preform end opposite the 
sealed ends of the substructure tubes. During draw a vacuum can be applied 
to the preform tube 28 at the preform end having the sealed substructure 

30 tubes. Thus, the altered, i.e., indented tubes, which are sealed, form 

elongated pores, arranged in essentially the same pattern as that of the 
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substructures in the preform. The indented portions of the tubes collapse to 
form a substantially homogeneous clad cross section. The elongated pores 
are separated axially one from another by these collapsed sections of clad 
having a substantially homogeneous cross section. The elongated pores are 
separated one from another in cross section by the walls of the substructures. 
The vacuum, together with the viscous forces exerted in the preform during 
draw, serve to close unwanted interstitial pores between the substructure 
tubes. 

In an embodiment of the preform and waveguide of this comparative 
example, the core portion of the preform may be an assembly of tubes having 
the desired composition and unsealed ends. During draw, the viscous forces, 
together with the applied vacuum act to close the openings in the unsealed 
core tubes to produce a solid glass core. 

Fig. 4 is a drawing taken from a photograph of a cross section of a 
waveguide fiber drawn in accord with the example. The core region 32 is solid 
glass and the clad region cross section contains exemplary pores 34 which 
serve to reduce the average refractive index of the clad layer. 

It is understood that the pores 34 could be sized or configured to form a 
photonic crystal which confines the signal to the core region because the signal 
wavelength lies in the band gap of the crystal. 

Comparison Example 2 

An alternative process is one in which the substructures are solid and 
are arranged within a large tube as in the comparative example 1 above. 
However in this case, the substructures are unaltered. During draw a vacuum 
is intermittently applied to tube 28 so that the interstitial pores, i.e., those 
between the substructures, are alternately collapsed (the vacuum is applied) or 
remain as elongated pores (the vacuum is turned off) in the clad layer. The 
result of such a process is shown in Fig. 5. which is a drawing taken from a 
photograph of the waveguide fiber clad layer cross section. The elongated 
pores 36 which are present in the clad layer are interspersed among the solid 
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clad glass matrix 38. In the axial direction, the porous portions of the clad are 
separated one form another by the non-porous portions of substantially 
homogenous, pore free clad glass. 

The effect of the introduction of pores into the clad layer is shown by the 
5 pairs of figures which make up Fig 6. In Fig. 6a is shown a cross section of a 
non-porous portion of the waveguide fiber. Core or core preform 40 is 
surrounded by solid clad glass layer 42. In Fig. 6b, core or core preform 44 is 
surrounded by porous clad layer 46. The cores of Figs. 6a and 6b, 6c and 6d, 
6e and 6f, and, 6g and 6h correspond one to other in that the pairs may be 

10 drawn from the same preform. The first member of the pairs, i.e., Fig. 6a, c, e, 
and g have a solid clad layer while each of the second members of the pairs, 
Fig. 6b, d, f, and h have a porous clad layer. 

The effect of the elongated pores in the porous clad layer is illustrated in 
the pairs of figures showing refractive index profile. For example a step index 

15 core 48 in Fig. 6c has an index difference with reference to clad layer index 49. 
Fig. 6c corresponds to the solid core and clad structure shown in Fig. 6a. In 
comparison, the index difference between core index 50 and porous clad layer 
average index 51 as shown in Fig. 6d is greater. The mode power distribution 
of a signal in a portion of the waveguide characterized by the refractive index 

20 profile of Fig. 6c will be broad in comparison to the mode power distribution of 
a signal propagated in the waveguide region having the refractive index profile 
of Fig. 6d. It will also be understood, that other properties, such as total 
dispersion, total dispersion slope, cut off wavelength, zero dispersion 
wavelength are also different for different axial portions along the novel 

25 waveguide. One properly constructed and drawn preform produces a 

waveguide fiber having these axial variations in waveguide fiber properties. 

In analogy with Figs. 6c and 6d, Figs. 6e and 6f show the relative 
profiles for the case in which the core has three segments. The core 52 has a 
given index profile relative to clad layer 53. By introducing pores into the clad 

30 layer, the larger refractive index difference, that between core index 54 and 
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clad layer index 56, is achieved. Here again, the relative index difference 
alters the mode power distribution of a signal propagated in the waveguide. 

In Figs. 6g and 6h the axial change in clad index results in a first profile 
56, relative to clad layer index 57, having three distinct annular regions, 60, 62, 
and 64. In contrast, the core profile 58, relative to the index of porous or pore 
filled clad layer 59 has only two distinct annular regions 66 and 68. 

The potential of the novel waveguide preform and associated waveguide 
fiber to compensate dispersion is readily seen in Figs. 6(c-h). Further, control 
of mode power distribution provides control of such key waveguide fiber 
parameters as cut off wavelength, zero dispersion wavelength, and the 
magnitude and sign of waveguide dispersion, thereby providing great flexibility 
in the uses of the novel waveguide. 

Although particular embodiments of the invention have herein been 
disclosed and described, the invention in nonetheless limited only by the 
following claims. 
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We Claim: 

1. An optical waveguide preform comprising: 

a central core glass surrounded by and in contact with a clad glass layer 
to form a preform, the preform having a first and a second end and an axis 
5 therebetween, and the clad layer comprising a plurality of annular segments 
that extend sequentially along the axis, wherein, the segments are 
characterized by a pre-selected density different from the pre-selected density 
of the segments immediately adjacent the each segment, and, the each 
segment density is either higher or lower than both immediately adjacent 
10 segments. 

2. The optical waveguide preform of claim 1 in which the segments, that have a 
pre-selected density lower than that of adjacent segments, contain pores. 

3. The optical waveguide preform of claim 2 in which the segments that have a 
pre-selected density higher than that of adjacent segments also contain pores. 

15 4. The optical waveguide preform of claim 2 in which the pores are elongated 
and have their long dimension oriented along the axis of the preform. 

5. The optical waveguide preform of claim 3 in which the pores are elongated 
and have their long dimension oriented along the axis of the preform. 

6. The optical waveguide preform of claim 4 in which the elongated pores form 
20 a periodic array. 

7. The optical waveguide preform of claims 5 in which the elongated pores 
form a periodic array. 

8. The optical waveguide preform of either one of claims 6 or 7 in which the 
pitch of the periodic array is such that a waveguide fiber drawn from the 

25 preform to a pre-selected diameter contains a periodic array of elongated 
pores having a pitch in the range of 0.4 jam to 20 jam. 

9. The optical waveguide preform of either of claims 6 or 7 in which the 
elongated pores have a diameter and the ratio of the diameter to the pitch of 
the periodic array is in the range of about 0.1 to 0.9. 

30 10. The optical waveguide preform of claim 1 in which the core glass has a 
refractive index profile which is selected from a group consisting of a step, a 
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rounded step, a trapezoid, a rounded trapezoid, an a-profile, and a segmented 
profile wherein the segments of the segmented profile are selected from a 
group consisting of a porous layer, a step, a rounded step, a trapezoid, a 
rounded trapezoid, and an a-profile. 

11. The optical waveguide preform of claim 10 in which the core glass 
comprises silica glass having a dopant selected from the group consisting of 
germania, alumina, phosphorus, titania, boron, and fluorine. 

12. The optical waveguide preform of claim 1 1 in which the core glass 
comprises silica doped with a substance selected from the group consisting. of 
erbium, ytterbium, neodymium, thulium, and praseodymium. 

13. The optical waveguide preform of claim 1, wherein, the density of a clad 
layer segment has one of two pre-selected values. 

14. The optical waveguide preform of claim 13, wherein, the clad glass layer 
segment having the first one of the two pre-selected densities is a 
homogeneous first composition, and the clad glass layer segment having the 
second one of the two pre-selected densities comprises a porous first 
composition. 

15. The optical waveguide preform of claim 14, wherein, the pores of the clad 
layer having the second pre-selected density are elongated and have their long 
dimension oriented along the axis of the preform. 

16. The optical waveguide preform of claim 15 in which the elongated pores 
form a periodic array. 

17. The optical waveguide preform of claim 16 in which the pitch of the periodic 
array is such that a waveguide fiber drawn from the preform to a pre-selected 
diameter contains a periodic array of elongated pores having a pitch in the 
range of 0.4 jam to 20 jam. 

18. The optical waveguide of claim 13, wherein, the clad glass layer segment 
having the first one of the two pre-selected densities is a homogeneous first 
composition having a dielectric constant, and the clad glass layer segment 
having the second one of the two pre-selected densities comprises a porous 
first composition, wherein, the pores are elongated and the long dimension of 
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the pores are oriented along the preform axis, and wherein, the elongated 
pores are filled with a material having a second dielectric constant, wherein, 
the first and second dielectric constants differ by a factor of at least three. 

19. The optical waveguide 18 in which the elongated filled pores form a 
5 periodic array. 

20. The optical waveguide preform of claim 19 in which the pitch of the periodic 
array is such that a waveguide fiber drawn from the preform to a pre-selected 
diameter contains a periodic array of elongated pores having a pitch in the 
range of 0.4 urn to 20 jam. 

10 21. An optical waveguide fiber drawn from the preform of any one of claims 1-7 
or claims 10-20. 

22. An optical waveguide fiber drawn from the preform of any one of claims 1-7 
or claims 10-20 in which the core has a refractive index profile and the 
segment densities are selected to provide in conjunction with the core profile a 

15 total dispersion which alternates between positive and negative values as the 
segment density alternates between different pre-selected densities, to provide 
a waveguide fiber having a net dispersion equal to a pre-selected value . 

23. A method of making an optical waveguide fiber preform comprising the 
steps: 

20 a) fabricating a core preform having a long axis; 

b) fabricating a plurality of glass tubes having an inside and an outside 
dimension and a long axis; 

c) forming along the long axis in each of the plurality of glass tubes a 
number, N t of sections of reduced inside and outside dimension, wherein, the 

25 N reduced dimension sections are spaced apart, each from another, by a 
section of the tube; 

d) arranging the plurality of tubes of step c) in an array surrounding the 
core preform; wherein the long axis of the core preform is substantially parallel 
to the long axes of the tubes. 
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24. The method of claim 23 in which the tubes of step b) have a cross section 
shape selected from the group consisting of a circle, a triangle, a 
parallelogram, and a polygon. 

25. The method of claim 23 in which the array is random. 
5 26. The method of claim 23 in which the array is periodic. 

27. The method of claim 23 in which the reduced inside dimension is zero. 

28. The method of claim 23, in which the tube has a first composition and a 
first dielectric constant, and during or before the forming step c) each of the 
sections which space apart the N sections are filled with a material having a 

10 second composition and a second dielectric constant, wherein the first 

dielectric constant differs from the second dielectric constant by a least a factor 
of three. 

29. The method of claim 23, in which the tube has a first composition and a 
first refractive index, and during or before the forming step c) each of the 

15 sections which space apart the N sections are filled with a material having a 
second composition and a second refractive index, wherein the first refractive 
index is greater than the second refractive index. 

30. The method of claim 23 further including the steps: 

e) inserting the arrangement of step d) into an outer tube; and 
20 f) collapsing the outer tube onto the arrangement. 

31 . The method of claim 30 further including the step of depositing glass soot 
particles onto the outer tube. 

32. The method of claim 23 further including the steps: 

e) bundling the arrangement of tubes of step d) to hold them in 
25 registration each to another; and, 

f) depositing glass soot onto the bundle. 

33. The method of claim 32 in which the step of bundling includes tacking the 
glass tubes each to another and the innermost tubes to the core preform by 
means of heating the tubes. 
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34. The method of claim 32 in which the step of bundling includes tacking the 
glass tubes each to another and the innermost tubes to the core preform using 
a glass frit. 

35. A method of making an optical waveguide fiber comprising the steps: 
5 a) fabricating a preform in accord with any one of claims 23 - 34; 

b) sealing one end of the glass tubes; 

c) drawing a waveguide fiber from the preform end opposite the preform 
end having sealed tubes; and, 

d) applying a vacuum to the preform end opposite the end being drawn. 
10 36. A method of making an optical waveguide fiber comprising the steps: 

a) fabricating a core preform; 

b) fabricating a plurality of glass rods having a cross sectional shape; 

c) arranging the plurality of rods in an array surrounding the core 
preform such that the array contains a plurality of pores; 

15 d) inserting the array of rods and the core preform into a tube to form a 

draw preform; 

e) drawing an optical waveguide fiber from the draw preform; and, 

f) during step e) applying a varying pressure to the tube. 

37. The method of claim 36 in which the applied pressure varies between 
20 atmospheric pressure and a pre-selected pressure below atmospheric 

pressure. 

38. The method of claim 37 in which the pre-selected pressure is sufficient to 
at least partially collapse the pores. 

39. The method of claim 37 in which the applied pressure varies between a 

25 first pre-selected pressure greater than or equal to atmospheric pressure and a 
second pre-selected pressure greater than the first pre-selected pressure. 
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